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(54) Color photographic element containing a coupler releasing derivative with at least three 
heteroatoms with specific hydrophobicity 

(57) Disclosed is a color photographic element 
comprising at least one light sensitive silver halide emul- 
sion layer having associated therewith a coupler 
according to Formula I: 



COUP-(TIME) n -HSM 



CM 

in 

CM 



(I) 



wherein: 



COUP is an organic fragment which reacts with oxi- 
dized developer to release - (TIME) n - HSM, 
TIME is an optional timing group or linking group 
which connects HSM to COUP at the site of reac- 
tion with oxidized developer, 
n =0,1 or 2, and 

HSM is a compound having a minimum of three 
heteroatoms and having a ClogP sufficient to 
increase the speed of said element compared to 
the same element without the coupler. 

The invention provides improved light sensitivity 
without significant adverse effect on granularity or ease 
of manufacture. 
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Description 

[0001] This invention relates to a color photographic element containing a layer with a light sensitive silver halide 
emulsion and a coupler that releases a speed improving compound with at least three heteroatoms. 
[0002] It is a long-standing objective of color photographic origination materials to maximize the overall response 
to light while maintaining the lowest possible granularity. Increased photographic sensitivity to light (commonly referred 
to as photographic speed) allows for improved images captured under low light conditions or improved details in the 
shadowed regions of the image. In general, the overall light sensitivity provided by the light sensitive silver halide emul- 
sions in such systems is determined by the size of the emulsions. Larger emulsions capture more light. Upon develop- 
ment, the captured light is ultimately converted into dye deposits which constitute the reproduced image. However the 
granularity exhibited by these dye deposits is directly proportional to the grain size of the silver halide emulsion Thus 
larger silver halide emulsion grains have higher sensitivity to light but also lead to higher granularity in the reproduced 
image. It has been a long-standing problem to provide materials which maximize the response to light of a silver halide 
emulsion for any given grain size. 

[0003] For example, it is well known that highly reactive couplers or couplers that form dyes with high extinction 
coefficients can maximize the response of silver halide emulsions. However, the increased amplification caused by 
these types of dye forming materials also directly leads to higher granularity. 

[0004] It is highly desirable to provide imaging materials that would lead to increased photographic speed without 
having to increase the size of the light-sensitive silver halide grains 

[0005] It is well known that couplers that release inhibitors of silver development upon reaction with oxidized devel- 
opers are useful for controlling photographic characteristics such as granularity, sharpness and color reproduction 
These couplers are typically referred to as DIRs (Developer Inhibitor Releasers). In some cases, the inhibitor of silver 
development is not attached directly to the coupling species, but to a linking or timing group which may delay the for- 
mation of the free inhibitor fragment. The development inhibiting fragments released from these couplers are generally 
either heterocycles with free thiol groups such as mercaptotetrazoles, mercaptotriazoles, mercaptooxadiazoles and 
mercaptothiadiazoles or nitrogen based heterocycles such as tetrazoles, triazoles, benzimidazoles and benzotriazoles 
All these fragments share the common feature that they inhibit silver development in order to produce the desired 
effects. However, inhibition of development usually leads to loss of photographic speed and at best, results in no change 
in photographic speed. 

30 [0006] Purines used as inhibitor fragments as part of a DIR are disclosed in US 3,933 500 EP 867763A1 EP 
867764A1, EP 369486B1 and JP 04-2878942. JP52-154631 describes the use of certain 1.3,3a,7-tetraazaindenes as 
inhibitor fragments as part of a DIR. EP 220746A2 and DE 3814635A1 discloses the preparation and use of tetraaza- 
indenes as fog inhibitors when released from oxazole type developing agents. JP 60-29390 describes the use of par- 
tially ballasted benzotriazoles as inhibitor fragments as part of a DIR. JP 10161287A2 describes the use of a ballasted 
benzotnazole derivative attached to a transferable dye precursor in a low silver photographic material for use in an 
amplified development process. US 4,861,701 and FR 2005298 disclose the use of partially ballasted mercaptotetra- 
zoles as inhibitor fragments as part of a DIR. JP 62-245263 describes the use of a partially ballasted mercaptotetrazole 
as an inhibitor fragment as part of a hydrazide developing agent. None of the above references contain inhibitor frag- 
ments that are of sufficient ClogP (as hereinafter defined) to increase the photographic speed. 
[0007] A common problem with the addition of materials which are strongly adsorbed to silver halide (i.e. inhibitor 
fragments) directly to a silver halide emulsion is a loss in sensitivity to light. This loss in sensitivity can be magnified if 
the free inhibitor fragment is present with the silver halide for any period of time at elevated temperatures under typical 
manufacturing conditions. In order to minimize this undesirable interaction, the silver halide and the free inhibitor frag- 
ment are kept separate from each other until mixed just prior to coating. However, this complicates the manufacturing 
operation, requiring additional steps, equipment and handling and leads to increased cost and waste. It is highly desir- 
able to have materials that can be held together in suspension with silver halide emulsions for extended periods of time 
usually at least 5-10 minutes or more, without causing any changes in photographic performance. 
[0008] A problem to be solved is to provide a color photographic element having improved light sensitivity without 
significant adverse effect on granularity or ease of manufacture. 
so [0009] The invention provides a color photographic element comprising at least one light sensitive silver halide 
emulsion layer having associated therewith a coupler according to Formula I: 

COUP-(TIME) n -HSM (l) 

55 wherein: 

COUP is an organic fragment which reacts with oxidized developer to release - (TIME) n - HSM, 

TIME is an optional timing group or linking group which connects HSM to COUP at the site of reaction with oxidized 
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developer, 

n =0,1 or 2, and 

HSM is a compound having a minimum of three heteroatoms and having a ClogP sufficient to increase the speed 
of said element compared to the same element without the coupler. 

[0010] The invention improved light sensitivity without significant adverse effect on granularity or ease of manufac- 

I0 ,° 11 !. M The PreSent inven,ion rela,es ,0 a "9"* sen sitive color photographic element with at least one red sensitive 
silver hahde emulsion layer with at least one non-diffusing cyan coupler, at least one green sensitive silver halide emul- 
sion layer with at least one non-diffusing magenta coupler and at least one blue sensitive silver halide emulsion layer 
wrth at least one non-diffusing yellow coupler, characterized in that at least one of the light sensitive silver halide emul- 
sion layers or a layer in reactive association with that layer contains a coupler that releases a compound with at least 
three heteroatoms upon reaction with oxidized developer; said compound having a ClogP for the released fragment suf- 
ficient to increase the speed of at least one of said imaging (light sensitive) layer in said element compared to the same 
e ement without the coupler. It is desired that the compound of the invention should achieve an improvement in terms 
of photographic speed of at least 0.05. and more desirably at least 0.10 and even 0.25 stops or more without causino 
any increase in granularity, in addition, it is desired that the compound of the invention should be capable of beina in 
3 f ilver halide emu, s™ ^ some period of time (at least 5-10 minutes) prior to the coating operation 
[0012] The coupler used the invention is according to Formula I: 

COUP - (TIME) n - HSM (Formula I) 

wherein: 
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COUP is an organic fragment which reacts with oxidized developer to release - (TIME^ - HSM 

TIME is an optional timing group or linking group which connects HSM to COUP at the site of reaction with oxidized 

developer and may delay the formation of free HSM, 

n=0,1 or 2, and 

HSM (Heterocyclic Speed Material) is a compound having a minimum of three heteroatoms as part of its rinq sys- 
tem and having a ClogP sufficient to increase the speed of said element compared to the same element without 
tne coupler. 



[0013] COUP represents any material known in the art to react with oxidized developer to release a PUG (Photo- 
graphically Useful Group), which in this case is -(TIME) n - HSM. COUP may release - (TIME^-HSM by direct chemical 
reaction or coupling with oxidized developer or by redox reaction. After coupling with oxidized developer COUP may 
form a permanent or stable dye of any color, a permanent or stable colorless adduct that can remain in the'film or wash 
out of the film, an unstable or fugitive dye which leaves no little or no residual color in the film or an unstable adduct 
wh.ch further decomposes. COUP can also be attached to a polymeric backbone. After reaction with oxidized developer 
by a redox reaction, COUP may form a stable or unstable species or may wash out of the film. 
[0014] TIME is an optional timing or linking which temporarily connects HSM to the active site of COUP. After reac- 
tion with oxidized developer. - (TIME) n -HSM is released from the coupler and if n is 1 or 2, then decomposes to release 
tree HSM. This decomposition may be test (less than 30 seconds) or slow (greater than 30 sec), although it is oeneraltv 
preferred to release free HSM as fast as possible. Any of the known timing groups or temporary linking gmups known 

45 shwn hereLfter ' nVenUOn ^ Par,iCU ' ar eXamP ' eS ^ references as a P? lied to inhibitor releasers are 

[0015] The compounds of the invention or HSMs are structural analogs of compounds known to cause inhibition of 
s. ver development, but because of their increased hydrophobicity (as measured by ClogP) do not cause inhibition of 
silver development per se. Among the classes of compounds that contain a minimum of three heteroatoms and are 
known to cause inhibition of silver development (see references in the background of the invention) and can be included 
in the invention when appropriately substituted are: triazoles, oxadiazoles. thiadiazoles. oxathiazoles. thiatriazoles ben- 
zotnazo es, tetrazoles. mercaptotetrazoles. selenotetrazoles, mercaptothiadiazoles. mercaptotriazoles. mercaptooxadi- 
azoles. telleurotetrazoles, benzisodiazoles, thioureas, purines and other polyazaindenes. It is critical for the purpose of 
uc.'. nVe u " am V 3n inCreaSe in P h0t0 9 ra P hic speed, that the overall hydrophobicity (as measured by ClogP) of the 
HSM is high enough to avoid inhibition of silver development. Each different class of compound useful in thisinvention 
has its own particular minimum ClogP required in order to avoid inhibition. In addition, the HSM when attached to TIME 
or COUP is not capable of directly adsorbing to or interacting with silver halide. The object of the invention is realized 
only when free HSM is released though reaction of COUP with Dox and fragmentation of the bond between HSM and 
i iMfc (it present). 
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[0016] The term "heteroatom" as used herein as relates to the HSM encompasses any atom other than carbon or 
hydrogen and includes, for example, nitrogen, sulfur, phosphorous and oxygen. When the HSM is a heterocyde. it 
refers only to those atoms which form an integral part of the ring system and not those that are located externally to the 
ring system or separated from it by at least one single, unconjugated bond or are part of an additional substituent of the 
ring system. 

10017] Even though tye HSM fragments of the invention are not inhibitors of silver development, they are generally 
in a class whose lower ClogP members are inhibitors of silver development. Any of the following tests could be used on 
lower ClogP compounds to identify if any particular class of compound is of a type within the present invention, even 
though the compound itself, having a larger ClogP, is not an inhibitor of silver development. 

[0018] Two different tests of potential inhibiting activity are described in Photoor Set and Eng 5,283 (1961) and in 
Photoqr, gcj and 5ng , 18, 383 (1974). Another test is based on binding to silver ions, which is crucial for inhibition of 
silver development. Silver chloride is a useful material for emulsion-based photography, the strength of the binding of 
chloride to silver ions defines a lower limit of binding strength for active materials. Accordingly, the following test defines 
those classes of molecules that bind to silver ions that are covered under the invention described herein provided they 
are modified to have the desired minimum ClogP. First, to test a class, an example that is soluble at pH 10 in a carbon- 
ate buffer was chosen and a 50 ml solution that is 0.00100 M in the compound, 0.0200 M in potassium bicarbonate, and 
0.0267 M in potassium carbonate was prepared and the pH is adjusted to 10.0 with either 1 M nitric acid or sodium 
hydroxide. With magnetic stirring, and at a temperature between 20 and 25 °C and under nitrogen, there was added 1 
ml of 0.000500 M silver nitrate. Using any valid electrochemical method for measuring silver ion concentrations, the free 
silver ion molarity 15 min after addition was determined. The entire process was repeated at the same temperature and 
under other conditions with 0.00100 M sodium chloride in place of the test compound. Any substance that lowers the 
silver ion molarity more than does 0.00100 chloride is an active class in the invention described herein. 
[0019] It is preferred that the HSM fragments hi the coupler used the invention are heterocycles. One suitable dass 
of heterocycles are polycyclic nitrogen heterocydes such as those that contain at least two ring systems composed 
only of carbon and at least three nitrogen atoms. Specific examples of preferred polycyclic nitrogen heterocycles with 
at least three nitrogen atoms as part of the ring system are benzotriazoles and tetraazaindenes (including purines). 
Another suitable class of heterocycles of the invention are monocyclic heterocycles comprising carbon and at least two 
nitrogen atoms with at most only one ring sulfur or ring oxygen atom. Specific classes of monocyclic heterocycles are 
triazoles, oxadiazoles, thiadiazoles and tetrazoles. 

[0020] The substituents located directly on the HSMs of the invention can be hydrogen or any group chosen such 
that together the entire compound meets the overall ClogP requirement. These substituents may be alkyl, aryt, alkoxy 
or aryloxy, alkylthio or arylthio, sulfoxyl, sulfonyl, sulfamoyl (-S0 2 N<), halo such as fluoro, chloro, bromo oriodo,' cyano, 
thiol, hydroxy, nitro, -O-CO-, -0-S0 2 -, a heterocyclic group such as furanyl or morpholino, a carbonyl group such as 
keto, carboxylic acid (-C0 2 H) ( carboxylate ester (-CO r ) or carbamoyl (-CONC) or an amino group such as a primary, 
secondary or tertiary substituted nitrogen, carbonamido (>NCO-) or sulfonamido (>NS0 2 -). In addition, the substituent 
may further contain a group that can be incorporated into a polymeric backbone so long as the monomeric species 
meets the ClogP limitations. It should be noted wherever it is possible to write alternative isomeric structures of the het- 
erocyclic nucleus attached to TIME or COUP through alternative heteroatoms, these are considered to be part of the 
invention. 

[0021] More preferred forms of the polycyclic nitrogen heterocyde HSMs of the invention contain a 6/6 or 6/5 two- 
ring bicyclic nucleus in which the two rings contain at least 4 nitrogen atoms over both ring systems so long as no three 
nitrogen atoms are consecutive, that is, diredly connected to each other, unless one of the three consecutive nitrogens 
occupies a bridgehead position or all three nitrogens are located in the same six membered ring. Any particular nitrogen 
atom may be part of only one ring or be located in a bridgehead position. A bridgehead position is where an atom forms 
part of more than one ring. In addition, it is possible that other ring systems may be annulated to these heterocyclic ring 
systems or even be located between these rings so long as two rings (at least one of which must be a six membered 
ring) contain, between them, at least 4 nitrogen atoms and do not contain 3 nitrogen atoms directly connected to each 
other unless one of the three nitrogens occupies a bridgehead position or all three nitrogens are located in the same 
six membered ring. The additional rings may or may not contain additional nitrogen atoms or other heteroatoms such 
as sulfur or oxygen. None of the rings that comprise the heterocyclic nucleus are isolated or joined only by a single 
bond. It is preferred that the heterocyclic nucleus be aromatic or pseudo-aromatic. Another preferred form of polycydic 
nitrogen heterocyde is benzotriazole, which contains only 3 nitrogen atoms, that are connected to each other and none 
of which occupies a bridgehead position. 

[0022] A particularly preferred form of the HSM is a 6/5 bicydic aromatic nitrogen heterocyde that contains at least 
4 nitrogen atoms as part of the ring system and does not contain 3 nitrogen atoms directly connected to each other 
unless one of the three nitrogen atoms occupies a bridgehead position or all three nitrogen atoms are located in the 
same six membered ring and is substituted so that the overall ClogP for the compound is at least 6.2. It is preferred that 
the ClogP should be at least 6.8 or suitably at least 7.2. It is also preferred that the ClogP be equal to or less than 13.0, 
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conveniently less than 11.5. 

[0023] Some examples of the 6/5 bicyclic heterocycle HSMs are the following tetraazaindenes and pentaazain- 
denes (numbered according to the structure below): 1 ,3,4,6 and 1 ,3,5,7 (both also known as purines)- 1 3 5 6- 1 3 5 T 
1,2,3a* 1,2.38.5; 1,2,3a,6; 1.2,3a,7; 1,3,3a,7; 1,2,4,6; 1,2,4,7; 1,2,5,6 and 1,2,5,7. These compounds may aiso be 
described as derivatives of imidazo, pyrazolo- or triazolo-pyrimidines, pyridazines or pyrazines. Some examples of pen- 
taazaindenes are 1,2,3a,4,7; 1,2,3a,5,7 and 1,3 t 3a,5,7. An example of a hexaazaindene would be 1,2,3a,4,6,7. 
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The more preferred examples are in which the 6/5 bicyclic nitrogen heterocycle are 1 ,3,4,6; 1 ,2,5,7; 1 ,2,4,6; 1 ,2,3a 7 or 
1 ,3,3a, 7-tetraazaindene derivatives. 

[0024] For these types of polycycic nitrogen heterocycles, ionizable substituents, such as hydroxy (-OH) thiol (-SH) 
or non-tertiary amino groups (-NH 2 or -NH-) can be attached to a ring atom such that conjugation to a ring nitrogen can 
occur. It is preferred to have none of this kind of substituent, unless there is a bridgehead nitrogen in which case it is 
preferred to have at most only one hydroxy or thiol group and through which the HSM is attached to TIME or COUP. 
[0025] The most preferred examples of the coupler used in the invention where HSM is a purine derivative are 
according to Formula Ma or lib, which are isomers of each other: 

COUP 

I 

(XIME) n 

T 



*3 



Ha 




wherein R, and R 2 are each independently hydrogen or an alkyl, aryl, alkoxy or aryloxy, alkylthio or arylthio sulfoxyl 
sulfonyl, sulfamoyl, halo such as fluoro, chloro. bromo, and iodo, cyano, nitro. -0-CO-, -0-SO r , a heterocycic group a 
carbonyl group such as keto, carboxylic acid , carboxylate ester or carbamoyl or an amino group such as a primary sec- 
ondary or tertiary substituted nitrogen, carbonamido or sulfonamido. R 3 is an alkyl, aryl, alkoxy, aryloxy, alkylthio 
arylthio, sulfonyl, sulfoxyl, secondary or tertiary amino group, carbonamido group or a sulfonamido group all of which 
may be substituted as provided hereinafter. Compounds in which R 3 is an alkoxy or alkylthio group are especially pre- 
ferred. The overall ClogP of the purine fragment (where TIME is replaced by a hydrogen) should be at least 6.2, or more 
preferably, at least 6.8 or most preferably, at least 7.2 with a maximum ClogP equal to or less than 13.0. 
[0026] The most preferred examples of a coupler used in the invention where HSM is a 1,2, 5, 7-tetraazaindene 
derivative are according to Formula III or a 1,2,4,6-tetraazaindene derivative are according to Formula IV- 
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wherein R 1( R 2 and R 3 are each defined above. Compounds in which R 3 is an alkoxy or alkylthio group are especially 
preferred. The overall ClogP of the tetraazaindene fragment should be at least 6.2, or more preferably, at least 6 8 or 
most preferably, at least 7.2 with a maximum ClogP equal to or less than 1 3.0. 

[0027] The most preferred examples of a coupler used in the invention where HSM is a 1 ,2,3a,7-tetraazaindene 
denvative are according to Formula Va or Vb or a 1 ,3,3a ,7-tetraazaindene derivative according to Formula Via or Vlb: 
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where X is oxygen or sulfur and R, is as defined above, and R4 and R 5 are independently hydrogen or an alky] phenyl 
alkyloxy, aryloxy, alkylthio, arylthio, sulfoxide, sulfone, sulfemoyl, halo, cyano, nitro group, an -O-CO- group an '-O-SoV 
group, a heterocyclic group, a carbonyl group or an amino group. Especially preferred are compounds where R 5 is an 
alkyl group and R 4 is an alkyl, aryl, alkoxy, arylthio, or alkylthio groups. The overall ClogP of the tetraazaindene frag- 
ment should be at least 6.2, or more preferably, at least 6.8 or most preferably, at least 7.2 with a maximum ClogP equal 
to or less than 13.0. M 

[0028] Mother preferred form of the coupler used in the invention is where the HSM is a benzotriazole accordina to 
Formula Vila or Vllb: * 



COUP 

(TIME) n ?e 




COUP 

I 

(TIME) n 
N 



(Vila) 



»/ Rio 



(vnb) 



55 



wherein R 8 , R 9 . R 10 and R„ are each individually defined as for R, and R 2 above. The overall ClogP for the benzotri- 
azole fragment is at least 7.8, or more preferably at least 8.2 or most preferably at least 9.0. It is also preferred that the 
ClogP.be equal to or less than 13.0. The most preferred examples of a benzotriazole derivative are where R„ and R,, 
are hydrogen and where R 9 is a carboxylate ester, a carbamoyl group, a carbonamido group, a sulfonamido group or 
an alkoxy or aryloxy group. s y 
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[0029] Another preferred form of the coupler used in the Invention is where HSM is a 1 ,2,3-triazole according to For- 
mula Villa or Vlllb or a 1,2,4-triazole according to Formula IXa or IXb: 

COUP 

COUP | 

I (TIME) - 

(TXME) n f 6 '* 

<X R M 

Rl3 (vraa) R " R » (vmb) 

COOP 

I 

< T ™ E >n COOT 



20 



*13 



(IXa) H " N (DO,) 

wherein R 12 and R 13 are each individually defined as for R 1 and R 2 above. The overall ClogP for the triazole fragments 
25 is at least 8.75, or more preferably at least 9.0 or most preferably at least 9.25 and equal to or less than 1 3.0. The most 
preferred examples of triazole fragments are where R 12 is hydrogen, alkyl or aryl and R 13 is an alkylthio or arylthio car- 
boxylate ester or substituted alkyl group. 

[0030) Another preferred form of the coupler used in the invention is where HSM is a diazole according to Formula 
Xa or Xb: 
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(TlME) D 

S 8 COUP 

< I X | 



R " (Xa) *" (Xb) 



wherein X is oxygen or sulfur and R 14 is the same as Rtabove. The ClogP for the diazole fragment is at least 7.6, or 
45 more preferably at least 7.9 or mos,t preferably at least 8.2 and equal to or less than 1 1 .5. The most preferred examples 
of an oxadiazole or a thiadiazole are where R 14 is an alkyl, aryl, alkylthio, arylthio, heterocyclic or amino group. 
[0031] Another preferred form of the coupler used in the invention is where HSM is a tetrazole. If the tetrazole is not 
substituted with a thiol group, then it is connected to TIME or COUP through a ring nitrogen according to Formula Xla 
or Xlb. If the tetrazole contains a thiol substituent (a mercaptotetrazole), then it may be connected through either the 
so ring nitrogen as in Formula Xlla or through the exocyclic sulfur as in Formula Xllb: 
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COOT COOT 

i t 

(TZMS) n TIME) n 



/ N 



10 



8 

15 COOT 



N " (XIa) " «15 pot) 

COOT 



(xna) (xnb) 

wherein R 15 is an alkyl, aryl, heterocyclic, alkylthio. arylthio, alkyloxy, aryloxy. amino, sulfonyl, sulfbxyl or carbonyl group 
and R 16 ts an alkyl. aryl or heterocyclic group. The most preferred examples of a tetrazole are when R 1S is an alky! arvl 
or heterocyc c group. For the HSM shown in Formulas Xlla or X.lb (mercaptotetrazole), the ClogP for the compound 
should be at least 7.0 or more preferably at least 7.4 or most preferably at least 7.8 and preferably the ClogP should be 
equal or less than 13.0. For the HSM shown in Formula XIa or Xlb , the ClogP for the compound should be at least 6 5 
or more preferably at least 7.0 or most preferably at least 7.5 and should be less than or equal to 1 0.5. 
[0032] An important feature of the invention is the hydrophobic^ (which is related to their octanol/water partition 
coefficient (logP)) of the released HSM fragment. The overall ClogP of the coupler of Formula I is not critical In order 
to maximize the photographic effect, the partitioning into water of the HSM cannot be so low that the released HSM is 
unable to reach the surface of the emulsion grains. It has also been found that the partitioning of the released HSM into 
water cannot be too high. Because it can be difficult to measure logP values above 3. a model can be used to compute 
an estimate of logP. called ClogP that defines the limits of the invention. The model used is MEDCHEM Version 3 54 
which is a software program produced by the Medicinal Chemistry Project at Pomona College in California One way to 
enter the structure of the HSM fragment (where hydrogen replaces the bond to TIME or COUP) into the MEDCHEM 
program in order to calculate a ClogP is through a SMILES string. The way to enter the SMILES string for a nitrogen 
compound is to enter all non-hydrogen atoms as capitals and let the MEDCHEM program determine the appropriate 
aromaticity. An example is shown for a purine below: CCCCCCCCCCCCCCOC1=C2N=CNC2=NC=N1 This entry 
gives the value 6.91. When the entry is in this form, the heterocyclic N-H will be drawn in the structure by the MED- 
CHEM program. If the entry is not in this form, the MEDCHEM program will not display the heterocyclic N-H group and 
he resulting ClogP value is incorrect. Structures such as purines and other heterocycles can be drawn in multiple tau- 
tomenc forms, for example, hydrogens on different ring atoms, enol or keto tautomeric forms (or thiol or thione forms for 
sulfur compounds). If ClogP values can be calculated for more than one tautomeric form of a single compound and at 
east one of those values is within the specified range for that class, then the compound is within the scope of the inven- 
^ en™!*. T MEDCHEM 354 - becau « there is a fragment in me molecule that is missing 

? r , i . ! 3 ° aSe ' ' 09P ° f ,he " UCleuS 0f the mo,ecule < with appropriate aromatic or aliphatic 

substituents must be expenmentally measured and the missing fragment value must be entered into the algorithm 
manager of MEDCHEM as instructed by the manual. , 
[0033] For the purposes of this invention, the ClogP refers to neutral molecules, even if they would be ionized or 
protonated (e,ther fully or in part) at the processing pH or at the ambient pH of the photographic film. Thus, in practice 
it is highly desirable that the substituents of the HSM part of the invention do not contain additional very low pK «7 
groups such as sulfonic or carboxylic acids nor very basic groups (pKa of conjugate acid < 1 0) such as a tertiary amino 
group (unless such an amino group is attached to a heterocylic ring such that it is conjugated to a nitrogen atom in 
which case its basicity is greatly reduced) since they require an increase in the size and amount in the rest of the hydro- 
phobic substituents in order to meet the overall ClogP requirements of the HSM fragment 

5SS h M^tK 8 3 SPe f°, T 96 ° f CI ° 9P f ° r 6aCh daSS 0f HSM fronts, depending on its particular nature 
which should not be exceeded. For most examples, it is preferred that the ClogP not exceed 13.0 or more preferably fo 
some types of compounds, not to exceed 1 1 .5. When the compound has a ClogP equal to or greater than some mini- 
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mum value to show the desired speed effect silver inhibition does not occur. For most examples, the ClogP should not 
be lower than 6.2 and it is preferred that the ClogP of the compound be at least 6.8 or greater or even 7.2 or greater. 
[0035] One of the most important and novel characteristics of the HSM compounds used in this invention is the 
finely tuned balance between their hydrophobic and hydrophilic nature. The hydrophobic/hydrophilic nature of a com- 
pound can be estimated by calculation of its partition coefficient between octanol and water (ClogP) using the MED- 
CHEM program, and this has been used herein to define the range of values of ClogP for each class of compound 
within which they exhibit the desired effect. The terms •ballast' or 'ballasted' as generally applied in the photographic art 
are often applied only loosely and without quantification to imply a restriction of movement. The activity of the HSM 
compounds is therefore best defined in terms of their calculated ClogP values for the HSM compound itself. The overall 
ClogP of the coupler containing the HSM fragment is not important in terms of providing increased speed. 
[0036] For each coupler used in the invention, as the laydown is increased a threshold level is reached following 
which the speed improvement gradually increases with laydown, after which the improvement then levels off at a com- 
pound specific maximum level. It will be appreciated that the amount is also a function of other variables such as the 
location and number of layers in which the compound is located, the solvent used, and film dimensions. Thus, it is desir- 
able to have enough laydown of the compound obtain the speed improvement. Suitably, there is present sufficient lay- 
down to achieve an improvement of 0.05, and desirably 0.10 and more desirably 0.25 stops. Where the compound is 
present in a sensitized layer, the ratio of compound to silver is suitably at least 0.1 mmol of compound per mol of silver 
halide and, more preferably, at least 1.0 mmol of compound per mol of silver halide and, most preferably, at least 2 0 
mmol per mol of silver halide. 

[0037] The following are examples of inventive couplers, along with the corresponding ClogP values of the free 
HSM fragment (where a hydrogen replaces TIME or COUP) that are useful in this invention: 
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[0038] The materials of the invention can be added to a mixture containing silver halide before coating or be mixed 
with the silver halide just prior to or during coating. In either case, additional components like couplers, doctors, sur- 
factants, hardeners and other materials that are typically present in such solutions may also be present at the same 
time. The materials of the invention are not water-soluble and cannot be added directly to the solution. They may be 
added directly if dissolved in an organic water miscible solution such as methanol, acetone or the like or more preferably 
as a dispersion. A dispersion incorporates the material in a stable, finely divided state in a hydrophobic organic solvent 
(often referred to as a coupler solvent or permanent solvent) that is stabilized by suitable surfactants and surface active 
agents usually in combination with a binder or matrix such as gelatin. The dispersion may contain one or more perma- 
nent solvents that dissolve the material and maintain it in a liquid state. Some examples of suitable permanent solvents 
are tricresylphosphate, N,N-diethy!Iauramide, N,N-dibutyllauramide, p-dodecylphenol, dibutylphthalate, di-n-butyl 
sebacate, N-n-butylacetanilide, 9-octadecen-1-ol, ortno-methylphenyl benzoate, trioctylamine and 2-ethyl'hexylphos- 
phate. Permanent solvents can also be described in terms of physical constants such as alpha, beta and pi" as defined 
by MJ. Kamlet, J-L.M. Abboud, M.H. Abraham and R.W. Taft, J. Org Chem, 48, 2877(1983). The preferred permanent 
solvents used with the materials of the invention are those with ClogP of 5.0 or greater and beta values of 0.4 or greater 
or more preferably, beta values of 0.5 or greater. Preferred classes of solvents are carbonamides, phosphates, alcohols 
and esters. When a solvent is present, it is preferred that the weight ratio of compound to solvent be at least 1 to 0.5. 
or most preferably, at least 1 to 1. The dispersion may require an auxiliary coupler solvent initially to dissolve the com- 
ponent but this is removed afterwards, usually either by evaporation or by washing with additional water. Some exam- 
ples of suitable auxiliary coupler solvents are ethyl acetate, cyclohexanone and 2-(2-butoxyethoxy)ethyl acetate. The 
dispersion may also be stabilized by addition of polymeric materials to form stable latexes. Examples of suitable poly- 
mers for this use generally contain water-solubilizing groups or have regions of high hydrophilicity. Some examples of 
suitable dispersing agents or surfactants are Alkanol XC or saponin. The materials of the invention may also be dis- 
persed as an admixture with another component of the system such as a coupler or an oxidized developer scavenger 
so that both are present in the same oil droplet. It is also possible to incorporate the materials of the invention as a solid 
particle dispersion; that is, a slurry or suspension of finely ground (through mechanical means) compound. These solid 
particle dispersions may be additionally stabilized with surfactants and/or polymeric materials as known in the art. Also, 
additional permanent solvent may be added to the solid particle dispersion to help increase activity. 
[0039] The sensitivity of the human eye is greatest to green light and so, the compounds of the invention are most 
useful when located in the green record (the layer whose maximum spectral sensitivity to light falls between 500 and 
600 nm). The following magenta couplers are particularly beneficial when used in conjunction with the couplers used in 
the invention: 



55 



17 



EP 1 072 952 A1 




18 



EP 1 072 952 A1 




19 



EP 1 072 952 A1 




EP 1 072 952 A1 




21 



EP 1 072 952 A1 



10 



15 



20 



25 



30 



35 



40 



45 



50 



GSD-5: 



GSD-6: 



GSD-7: 



GSD-8: 



GSD-9: 



GSD-10 



GSD-11 H 




<CH 2 ) 4 S0 3 - X < C H2>480 3 H 



55 



[0041J The type of light sensitive silver halide emulsion used in the layer that contains the compound useful in the 
invention may be important to obtain the desired increase in light sensitivity. The silver halide emulsion is suitably a sil- 
ver iodobromide emulsion, meaning an emulsion that is low in chloride. By low in chloride, it is meant that there should 
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be no more than 20 mol %. More suitably, there is present in the layer no more than 10 mol % chloride, and typically no 
more than 1 mol % chlonde. The emulsion suitably contains at least 0.01 mol % iodide, or more preferably, at least 0 5 
mol % iodide or most preferably, at least 1 mol % iodide. The benefit of the increase in light sensitivity is most apparent 
in combmabon with larger sized emulsions that are associated with increased granularity. Thus, it is preferred that the 

s compounds of the invention are used with emulsions that have an equivalent circular diameter of at least 0 6 microme- 
ter, or more preferably, at least 0.8 micrometer, or most preferably, at least 1 .0 micrometer. In addition, the benefit of the 
invention is greatest in origination materials such as color negative or color reversal materials since they require hioher 
sensitivity to light (because of the variable lighting conditions in natural scenes) and low granularity (due to high mag- 
nification) relative to color print materials for which exposure conditions are carefully controlled and which are viewed 

w directly under low magnification conditions. 

[0042] The compounds of the invention are also particularly useful when used in film elements that contain low 
overall silver levels. Thus, films containing 9 g/m 2 of total silver or less, or more preferably 5.4 g/m 2 or less or even 4 3 
g/m or less benefit from the use of the compounds of the invention. 

[0043] In order to control and maintain granularity over a wide exposure range, it is a common practice to divide an 
individual color record into separate layers, each containing silver halide emulsions of different degree of sensitivity to 
the same color of light. While the compound of the invention is most useful in the most light sensitive layer it can be 
used in more than one record that is sensitive to the same color of light. For example, in a color record that is split into 
three layers of different relative sensitivity; fast (F), mid (M) or slow (S), the compound can be used in each layer only 
or in any combination; i.e. F+M, F+M+S or F+S. It is not necessary that these layers be adjacent; that is, they may have 
interlayers or even imaging layers that are sensitive to other colors located between them. In addition, although the most 
light sensitive layer is typically located in the film structure closest to the exposure source and farthest from the support 
the compounds of the invention allow for alternative locations of the layers; for example, a more light sensitive layer con- 
taining the compound of the invention may be located below (farther from the exposing source) than a less sensitive 
layer. It is also possible to use the compounds of the invention in more than one color record at a time 
[0044] Moreover, when a number of layers of the same spectral sensitivity but of differing degrees of sensitivity to 
light are used, it is known that overall granularity can be minimized by using a smaller molar amount of dye-forming cou- 
pler than silver in the layers of higher sensitivity. Thus, it is preferred that the layers containing the compound of the 
invention additionally contain less than a stoichiometric amount of total dye forming couplers) relative to the amount of 
silver contained in the same layer. A suitable molar ratio of dye-forming couplers) to silver in the layer containing the 
compound of the invention would be less than 0.5. Most preferred would be a ratio of 0.2 or even 0 1 or less 
[0045] The desired effect of the invention can also be obtained when the compound of the invention is located in a 
non-silver halide containing layer adjacent to an imaging layer, particularly the most sensitive layer of a multilayer 
record, so that it is in reactive association with the imaging layer. Preferably, this layer is an interlayer located between 
two light sensitive imaging layers. The interlayer can be located between two imaging layers sensitive to the same color 
or different. It is also possible that the interlayer containing the compound is located between an imaging layer and an 
antihalation layer. The layer may also contain additional materials such as oxidized developer scavengers or colored 
organic filter dyes. It is preferred for this embodiment that the coupler be located in an interlayer between the blue and 
green sensitive color records or an interlayer between the green and red sensitive color records. 
[0046] The compounds of the invention tend to increase the Dmin of the emulsion layer in which they are coated 
Thus, it is often highly advantageous to use the compounds of the invention in combination with any of the antifoggants 
or scavengers known in the art to be useful in controlling Dmin or fog. Specific examples of scavengers for oxidized 
developers would be 2,5-di-t-octylhydroquinone. 2-(3.5-bis-(2-hexyl-dodecylainido)benzamido)-1,4-hydroquinone 2 4- 
(4-dodecyloxybenzenesulfonamido)phenol, 2,5-dihydroxy-4-(1-methylheptadecyl)benzenesulfonic acid or 2 5^di-s- 
dodecylhydroquinone. Specific examples of useful antifoggants are compounds AF-1 to AF-8 whose structures are 
45 shown below as well as 4-hydroxy-6-methyl-1,3.3a,7-tetraazaindene: 
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[0047] Unless otherwise specifically stated or when the term "group" is used, it is intended throughout this specifi- 
cation, when a substituent group contains a substitutable hydrogen, it is intended to encompass not only the substitu- 
ent's unsubstituted form, but also its form further substituted with any group or groups as herein mentioned, so long as 
the group does not destroy properties necessary for photographic utility. Suitably, a substituent group may be halogen 
or may be bonded to the remainder of the molecule by an atom of carbon, silicon, oxygen, nitrogen, phosphorous or 
sulfur. The substituent may be. for example, halogen, such as chlorine, bromine, iodine or fluorine; nitro- hydroxy!- 
cyano; carboxyl; or groups which may be further substituted, such as alkyl, including straight or branched chain or cyclic 
alkyl, such as methyl, trifluoromethyl. ethyl, /-butyl. 3-(2,4-di-t-pentylphenoxy)propyl, and tetradecyf alkenyl such as 
ethylene, 2-butene; alkoxy, such as methoxy, ethoxy, propoxy, butoxy. 2-methoxyethoxy. sec-butoxy, hexyloxC 2-ethyl- 
hexyloxy. tetradecyloxy. 2-(2.4-di-/-pentylphenoxy)ethoxy. and 2-<lodecyloxyethoxy; aryl such as phenyl, 4-t-butylphe- 
nyl. 2,4,6-tnmethylphenyl, naphthyl; aryloxy, such as phenoxy, 2-methylphenoxy, alpha- or beta-naphthyloxy and 4- 
tolyloxy; carbonamido, such as acetamido, benzamido, butyramido, tetradecanamido, alpha-(2,4-di-f-pentylphe- 
noxy)acetam.do, alpha-(2.4-<li-J-pentylphenoxy)butyramido. alpha-(3-pentadecylphenoxy)hexanamido alpha-(4- 
hydroxy-3-r-butylphenoxy)tetradecanamido, 2-oxopyrrolidin-1-yl, 2-oxo-5-tetradecyipyrrolin-1-yl, N-methyltetradecana- 
mido, N-succmimido, N-phthalimido, 2.5-dioxo-1-oxazolidinyl, 3-dodecyl-2.5-dioxo-1-imidazolyl and N-acetyl-N- 
dodecylamino, ethoxycarbonylamino, phenoxycarbonylamino. benzyloxycarbonylamino. hexadecy'loxycarbonylamino 
2,4-<J.-t-butylphenoxycarbonylamino, phenylcarbonylamino. 2,5-(di-/-pentylphenyl)carbonylamino. p-dodecyl-phenyl- 
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carbonylamino, p-tolylcarbonylamino, N-methylureido, N,N-dimethylureido, N-methyl-N-dodecylureido, N-hexadecy- 
lureido, N,N-dioctadecylureido. N,N-dioctyl-N'-ethylureido, N-phenylureido, N.N-diphenylureido, N-phenyl-N-p- 
tolylureido, N-(m-hexadecy1phenyl)ureido, N.N-^.S-di-NpentylphenylJ-N'-ethylureido, and f-butylcarbonamido; sulfona- 
mide, such as methylsulfonamido, benzenesulfonamido, p-tolylsulfonamido, p-dodecylbenzenesulfbnaznido, N-methyl- 
tetradecylsulfbnamido, N,N-dipropylsulfemoylamino, and hexadecylsulfonamido; sulfemoyl, such as N-methytsulfamoyl, 
N-ethylsulfamoyl, N,N-dipropylsulfamoyl, N-hexadecylsulfamoyl, N,N-dimethylsulfamoyl; N-[3-(dodecyloxy)propyl]sulfa- 
moyl, N-[4-(2,4-di-r-pentylphenoxy)butyl]$ulfamoyl, N-methyl-N-tetradecylsulfamoyl, and N-dodecylsulfamoyl; car- 
bamoyl, such as N-methylcarbamoyl, N,N-dibutylcarbamoyl, N-octadecylcarbamoyl, N-[4-(2,4-di-t- 
pentylphenoxy)butyl]carbamoyl, N-methyl-N-tetradecylcarbamoyl, and N,N-dioctylcarbamoyi; acyl, such as acetyl, (2,4- 
dl-t-amylphenoxy)acetyl, phenoxycarbonyl, p-dodecyloxyphenoxycarbonyl methoxycarbonyl, butoxycarbonyl, tetrade- 
cyloxycarbonyl, ethoxycarbonyl, benzyloxycarbonyl, 3-pentadecytoxycarbonyl, and dodecyloxycarbonyl; sulfonyl. such 
as methoxysulfonyl, octyloxysulfonyl, tetradecyloxysulfonyl, 2-ethylhexyloxysulfonyl, phenoxysulfonyl, 2,4-di-f-pentyl- 
phenoxysulfbnyl, methylsulfonyl, octyisulfonyl. 2-ethylhexylsulfonyl, dodecylsulfbnyl, hexadecylsulfonyl, phenylsulfonyl, 
4-nonylphenylsulfonyl, and p-tolylsulfonyl; sulfonyloxy, such as dodecylsulfonyloxy, and hexadecylsulfonyloxy; sulfinyl! 
such as methyfsulfinyl, octytsulfinyl, 2-ethylhexylsulfinyl, dodecylsulfinyt, hexadecylsulfinyi, phenylsulfinyl, 4-nonylphe- 
nylsulfinyl, and p-tolylsulfinyl; thio, such as ethylthio, octytthio, benzylthio, tetradecylthio, 2-(2,4-di-/-pentylphe- 
noxy)ethylthio, phenylthio, 2-butoxy-5-t-octylphenylthio, and p-tolylthio; acyloxy, such as acetyloxy, benzoyloxy, 
ocladecanoyloxy, p-dodecylamidobenzoyloxy, N-phenylcarbamoyloxy, N-ethylcarbamoyloxy, and cyclohexylcarbony- 
loxy; amine, such as phenylanilino, 2-chloroanilino, diethylamine, dodecylamine; imino, such as 1-(N-phenylimido)ethyl, 
N-succinimido or 3-benzylhydantoinyl; phosphate, such as dimethylphosphate and ethylbutylphosphate; phosphite! 
such as diethyl and dihexylphosphite; a heterocyclic group, a heterocyclic oxy group or a heterocyclic thio group, each 
of which may be substituted and which contain a 3 to 7 membered heterocyclic ring composed of carbon atoms and at 
least one hetero atom selected from the group consisting of oxygen, nitrogen and sulfur, such as 2-furyl, 2-thienyl, 2- 
benzimidazolyloxy or 2-benzothiazolyl; quaternary ammonium, such as triethylammonium; and silyloxy! such as tri- 
methylsilyloxy. 

[0048] If desired, the substituents may themselves be further substituted one or more times with the described sub- 
stituent groups. The particular substituents used may be selected by those skilled in the art to attain the desired photo- 
graphic properties for a specific application and can include, for example, hydrophobic groups, solubilizing groups, 
blocking groups, releasing or releasable groups. Generally, the above groups and substituents thereof may include 
those having up to 48 carbon atoms, typically 1 to 36 carbon atoms and usually less than 24 carbon atoms, but greater 
numbers are possible depending on the particular substituents selected. 

[0049] To control the migration of various components, it may be desirable to include a high molecular weight or pol- 
ymeric backbone containing hydrophobic or "ballast" group in molecules. Representative ballast groups include substi- 
tuted or unsubstituted alkyl or aryl groups containing 8 to 48 carbon atoms. Representative substituents on such groups 
include alkyl, aryl, alkoxy, aryloxy, alkylthio, hydroxy, halogen, alkoxycarbonyl, aryloxcarbonyl, carboxy, acyl, acyloxy, 
amino, anilino, carbonamido, carbamoyl, alkylsulfonyl, arylsulfonyl, sulfonamide and sulfamoyl groups wherein the sut> 
stituents typically contain 1 to 42 carbon atoms. Such substituents can also be further substituted. 
[0050] When the term "associated" is employed, it signifies that a reactive compound is in or adjacent to a specified 
layer where, during processing, it is capable of reacting with other components. As used herein, the term "color photo- 
graphic element" means any element containing a light-sensitive silver halide emulsion layer containing an image dye- 
forming coupler. They can be single color elements or multicolor elements. Multicolor elements contain image dye-form- 
ing units sensitive to each of the three primary regions of the spectrum. Each unit can comprise a single emulsion layer 
or multiple emulsion layers sensitive to a given region of the spectrum. The layers of the element, including the layers 
of the image-forming units, can be arranged in various orders as known in the art. In an alternative format, the emul- 
sions sensitive to each of the three primary regions of the spectrum can be disposed as a single segmented layer. A 
single color element may comprise a combination of couplers in one or more common layers which upon processing 
together form a monocolor, including black or gray, (so-called chromogenic black and white) dye image. 
[0051] A typical color photographic element comprises a support bearing a cyan dye image-forming unit comprised 
of at least one red-sensitive silver halide emulsion layer having associated therewith at least one cyan dye-forming cou- 
pler, a magenta dye image-forming unit comprising at least one green-sensitive silver halide emulsion layer having 
associated therewith at least one magenta dye-forming coupler, and a yellow dye image-forming unit comprising at 
least one blue-sensitive silver halide emulsion layer having associated therewith at least one yellow dye-forming cou- 
pler. The element can contain additional layers, such as filter layers, interlayers, overcoat layers, or subbing layers. 
[0052] If desired, the photographic element can be used in conjunction with an applied magnetic layer as described 
in Research Disclosure, November 1992, Item 34390 published by Kenneth Mason Publications, Ltd., Dudley Annex 
12a North Street, Emsworth, Hampshire P010 7DQ, ENGLAND, and as described in Hatsumi Kyoukai Koukai Gihou 
No. 94-6023, published March 15, 1994, available from the Japanese Patent Office. When it is desired to employ the 
inventive materials in a small format film, Research Disclosure. June 1994, Item 36230, provides suitable embodiments. 
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[0058] Couplers that form magenta dyes upon reaction with oxidized color developing agent are described in such 
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4.835,094; 4.840,877; 4,845,022; 4,853.319; 4.868,099; 4.865,960; 4 871 W 4 876 182- 4 892 S ISSS 

XS2? HHi 1 * 4 ' 921 ' 968; 4 ' 929 ' 540: 4 ' 933 ' 465 ^ 4 - 942 -^6 4.942 fl7 2 '4 £ ^i 8 f U S Patenl 4 9 9 480 
4.968,594; 4.988.614; 4.992.361; 5,002.864; 5.021,325; 5.066,575; 5,068.17V 5 07 7» 5 IOOtS 51SS 

5352? f J22? r 34>059: 5,155 -° 16: 5 - 183 " 728: 5 - 234 ' 805 = 5235058 S S2J2 5 2292 
5.300.407; 5.302.496; 5.336.593; 5,350.667; 5.395,968; 5.354,826; 5.358.829- 5 368 998" 5 378 587- sWm- 
5.411,841; 5.418,123; 5.424.179; EPO 0 257 854; EPO 0 284 240 EPO 0 34 1 204- EPO 347 235 f io L 
0 422 595; EPO 0 428 899; EPO 0428 902; EPO 0 459 331; EPO 0 467 327- EPO0476 M9 fSi fo 487 081 ppo n 
489 333; EPO 0 512 304; EPO 0 515 128; EPO 0 534 703; EPO 0 554 778^' EPO 0 558 ul' EpS 0 571 9 °2 %Z ° n 
583 832; EPO 0 583 834; EPO 0 584 793; EPO 0 602 748 EPO 0 602 749- EPO 0 605 IT* Ipo 0 622 67^ Zn r> 
622 673; EPO 0 629 912; EPO 0 646 841. EPO 0 656 561; EPO 0 660 77; EPC 0 68 £ WO S/ 0 ^ • WO 
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92/09010; WO 92/10788; WO 92/12464; WO 93/01523; WO 93/02392; WO 93/02393; WO 93/07534' UK Application 
2,244,053; Japanese Application 03192-350; German OLS 3,624,103; German OLS 3,912,265; and German OLS 
4008 067. Typically such couplers are pyrazolones, pyrazoloazoles, or pyrazolobenzimidazoles that form magenta dyes 
upon reaction with oxidized color developing agents. 

[0059] Couplers that form yellow dyes upon reaction with oxidized color developing agent are described in such 
representative patents and publications as: "Farbkuppler-eine Literature Ubersicht," published in Agfa Mitteilungen 
Band lit; pp. 1 12-126 (1961); as well as U.S. Patent 2,298,443; 2,407,210; 2,875,057; 3,048.194- 3 265 506- 3 447 928 
4,022,620; 4,443,536; 4,758,501; 4,791,050; 4,824,771; 4,824,773; 4,855,222; 4,978,605- 4 992 360- ' 4994 361 
5,021,333; 5,053,325; 5,066,574; 5,066,576; 5,100,773; 5,118,599; 5,143,823; 5,187,055; 5,19oW 5213958 
5,215,877; 5,215,878; 5,217,857; 5,219,716; 5,238,803; 5,283,166; 5,294,531; 5,306,609; 5,328,818 : 5336591 
5,338,654; 5,358,835; 5,358,838; 5,360,713; 5,362,617; 5,382,506; 5,389,504; 5,399,474;. 5,405 737' 5411 848 
5,427,898; EPO 0 327 976; EPO 0 296 793; EPO 0 365 282; EPO 0 379 309; EPO 0 415 375; EPO 0 437 818' EPO 0 
447 969; EPO 0 542 463; EPO 0 568 037; EPO 0 568 196; EPO 0 568 777; EPO 0 570 006; EPO 0 573 761' EPO 0 
608 956; EPO 0 608 957; and EPO 0 628 865. Such couplers are typically open chain ketomethylene compounds. 
[0060] Couplers that form colorless products upon reaction with oxidized color developing agent are described in 
such representative patents as: UK. 861,138; U.S. Pat. Nos. 3,632,345; 3,928,041; 3,958,993 and 3,961 959 Typically 
such couplers are cyclic carbonyl containing compounds that form colorless products on reaction with an oxidized color 
developing agent. 

[0061] Couplers that form black dyes upon reaction with oxidized color developing agent are described in such rep- 
resentative patents as U.S. Patent Nos. 1,939,231; 2,181,944; 2,333,106; and 4,126,461; German OLS No 2 644 194 
and German OLS No. 2,650,764. Typically, such couplers are resorcinols or m-aminophenols that form black or neutral 
products on reaction with oxidized color developing agent. 

[0062] In addition to the foregoing, so-called -universal" or "washout" couplers may be employed. These couplers 
do not contribute to image dye-formation. Thus, for example, a naphthol having an unsubstituted carbamoyl or one sub- 
stituted with a low molecular weight substituent at the 2- or 3- position may be employed. Couplers of this type are 
described, for example, in U.S. Patent Nos. 5,026,628, 5,151 ,343, and 5,234,800. 

[0063] It may be useful to use a combination of couplers any of which may contain known ballasts or coupling-off 
groups such as those described in U.S. Patent 4,301,235; U.S. Patent 4,853.319 and U.S. Patent 4,351,897 The cou- 
pler may contain solubilizing groups such as described in U.S. Patent 4,482,629. The coupler may also be used in asso- 
ciation with "wrong" colored couplers (e.g. to adjust levels of interlayer correction) and, in color negative applications 
with masking couplers such as those described in EP 213.490; Japanese Published Application 58-172,647- U S Pat- 
ent Nos. 2,983.608; 4,070,191; and 4,273,861; German Applications DE 2,706,117 and DE 2,643,965; UK Patent 
1 ,530,272; and Japanese Application 58-1 1 3935. The masking couplers may be shifted or blocked, if desired. 
[0064] The materials useful in the invention may be used in association with materials that release Photographically 
Useful Groups (PUGS) that accelerate or otherwise modify the processing steps e.g. of bleaching or fixing to improve 
the quality of the image. Bleach accelerator releasing couplers such as those described in EP 193 389- EP 301 477- 
U.S. 4,163,669; U.S. 4,865,956; and U.S. 4,923,784, may be useful. Also contemplated is use of the compositions in 
association with nucleating agents, development accelerators or their precursors (UK Patent 2,097,140* UK Patent 
2,131,188); electron transfer agents (U.S. 4,859,578; U.S. 4,912,025); antifogging and anti color-mixing agents such as 
derivatives of hydroquinones, aminophenols, amines, gallic acid; catechol; ascorbic acid; hydrazides; sulfonamidophe- 
nols; and non color-forming couplers. 

[0065] The materials useful in the invention may also be used in combination with filter dye layers comprising yel- 
low, cyan, and/or magenta filter dyes, either as oil-in-water dispersions, latex dispersions or as solid particle disper- 
sions. Additionally, they may be used with "smearing" couplers (e.g. as described in U.S. 4,366,237; EP 96,570; U.S. 
4,420,556; and U.S. 4,543,323.) Also, the compositions may be blocked or coated in protected formas described for 
example, in Japanese Application 61/258,249 or U.S. 5,019,492. 
[0066] The materials useful in the invention may further be used in combination with image-modifying compounds 
that release PUGS such as "Developer Inhibitor-Releasing" compounds (DIRs). DIRs useful in conjunction with the 
compositions of the invention are known in the art and examples are described in U.S Patent Nos 3 137 578' 
so 3,148,022; 3,148,062; 3,227,554; 3,384,657; 3,379,529; 3,615,506; 3,617,291; 3,620,746; 3,701 783' 373320i : 
4,049,455; 4,095,984; 4,126,459; 4,149,886; 4,150,228; 4,211,562; 4,248,962; 4,259,437; 4 362 878' 4 409323' 
4,477,563; 4,782,012; 4,962,018; 4,500,634; 4,579,816; 4,607,004; 4,618,571; 4,678.739; 4,746'600- 4746W 
4,791,049; 4,857,447; 4,865,959; 4,880,342; 4,886,736; 4,937,179; 4,946,767; 4,948,716; 4,952!485; 4,956!269! 
4,959,299; 4,966,835; 4,985,336 as well as in patent publications GB 1,560,240; GB 2 007 662* GB 2 032 914' GB 
55 2,099,167; DE 2,842,063, DE 2,937,127; DE 3,636,824; DE 3,644,416 as well as the following European Patent Publi- 
cations: 272,573; 335,319; 336,411; 346, 899; 362, 870; 365,252; 365,346; 373,382; 376,212' 377 463' 378 236' 
384,670; 396,486; 401 ,612; 401 ,61 3. ' 
[0067] Such compounds are also disclosed in "Developer-lnhibitor-Releasing (DIR) Couplers for Color Photogra- 
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phy.'CR. Barr. J*. Thirtteand P.W. Vittum in Photographic Science and Engineering, Vol. 13. p. 174 (1969). Generally 
the developer .nh,b.tor-releas.ng (DIR) couplers include a coupler moiety and an inhibitor coupling^ moiety (IN) The 
.nh.b,tor-releas.ng couplers may be of the time-delayed type (DIAR couplers) that also include a timing moiety or chem- 
ical sw.tch wh.ch produces a delayed release of inhibitor. Examples of typical inhibitor moieties are: oxazoles thiazoles 
d.azoles, tnazoles, oxadiazoles, thiadiazoles, oxathiazoles, thiatriazoles, benzotriazoles, tetrazoles, benzimidazoles' 
indazoles, isoindazoles, mercaptotetrazoles. selenotetrazoles. mercaptobenzothiazoles. selenobenzothiazoles mer- 
captobenzoxazoles, selenobenzoxazoles, mercaptobenzimidazoles, selenobenzimidazoles, benzodiazoles mercao- 
tooxazo es, mercaptothiadiazoles. mercaptothiazoles, mercaptotriazoles. mercaptooxadiazoles. mercaptodiazoles 

mef ^ X f a ^ eS ' ,e,,eurote,ra20les or benzisodiazoles. In a preferred embodiment, the inhibitor moiety or group 
is selected from the following formulas: 




M— H 





wherein R, .s selected from the group consisting of straight and branched alkyls of from 1 to about 8 carbon atoms ben- 
zyl. Phenyl and alkoxy groups and such groups containing none, one or more than one such substituent; R„ is selected 
from R, and -SR,; R,„ is a straight or branched alkyl group of from 1 to about 5 carbon atoms and m is from 1 to 3 and 
,h mu™ . 9r f UP consis,in 9 of h y dr °9 en - ha, °9ens and alkoxy. phenyl and carbonamido groups. -COOR v 
and -NHCOOR v wherein R v is selected from substituted and unsubstituted alkyl and aryl groups. 
[0068) Although it is typical that the coupler moiety included in the developer inhibitor-releasing coupler forms an 
image dye corresponding to the layer in which it is located, it may also form a different color as one associated with a 
different film layer. It may also be useful that the coupler moiety included in the developer inhibitor-releasing coupler 
v 3 e r rTar^uSir 0dUC,S ** "* °* *" ph0,0Qraphic malerial durin9 P roces ^ng (so-called "uni- 

[0069] A compound such as a coupler may release a PUG directly upon reaction of the compound during process- 
ing, or indirectly through a timing or linking group. A timing group produces the time-delayed release of the PUG such 
groups using an intramolecular nucleophilic substitution reaction (U.S. 4.248,962); groups utilizing an electron transfer 
reacbon along a conjugated system (U.S. 4,409.323; 4.421,845; 4,861.701. Japanese Applications 57-188035- 58- 

TISm^mS?? 3 *} 9r0ups ll ! ha, function as 3 or ^ng agent after the coupler reaction (U.S. 

4 438.193 U.S. 4.618,571) and groups that combine the features described above. It is typical that the timing group is 
of one of the formulas: " " K 





<CH 2 > 



— XH 

o 



wherein IN is the inhibitor moiety, Z is selected from the group consisting of nitro. cyano, alkylsulfonyl; sulfamoyl (- 
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S0 2 NR 2 ); and sulfonamido (-NRS0 2 R) groups; n is 0 or 1; and R VI is selected from the group consisting of substituted 
and unsubstituted alkyt and phenyl groups. The oxygen atom of each timing group is bonded to the coupling-off position 
of the respective coupler moiety of the DIAR. 

[0070] The timing or linking groups may also function by electron transfer down an unconjugated chain. Linking 
5 groups are known in the art under various names. Often they have been referred to as groups capable of utilizing a 
hemiacetal or iminoketal cleavage reaction or as groups capable of utilizing a cleavage reaction due to ester hydrolysis 
such as U.S. 4,546,073. This electron transfer down an unconjugated chain typically results in a relatively fast decom- 
position and the production of carbon dioxide, formaldehyde, or other low molecular weight by-products The groups are 
exemplified in EP 464,612, EP 523,451 , U.S. 4,146,396, Japanese Kokai 60-249148 and 60-249149. 
10 [0071] Suitable developer inhibitor-releasing couplers that may be included in photographic light sensitive emulsion 
layer include, but are not limited to, the following: 
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[0072] Especially useful in this invention are tabular gi 
two parallel major crystal faces and having an aspect ratio 
alent circular diameter (ECD) of a grain major face divided 




tin silver halide emulsions. Tabular grains are those having 
f at least 2. The term "aspect ratio" is the ratio of the equiv- 
y its thickness (t). The major faces of the tabular grains can 
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lie in either {1 1 1} or {100} crystal planes. Specifically contemplated tabular grain emulsions are those in which greater 
than 50 percent of the total projected area of the emulsion grains are accounted for by tabular grains having a thickness 
of less than 0.3 micrometer (0.5 micrometer for blue sensitive emulsion) and an average tabularity (T) of greater than 
25 (preferably greater than 100), where the term "tabularity- is employed in its art recognized usage as 

5 

T=ECD/t 2 

where 

10 ECD is the average equivalent circular diameter of the tabular grains in micrometers and 
t is the average thickness in micrometers of the tabular grains. 

[0073] The average useful ECD of photographic emulsions can range up to 10 micrometers, although in practice 
emulsion ECDs seldom exceed 4 micrometers. Since both photographic speed and granularity increase with increasing 
ECDs, it is generally preferred to employ the smallest tabular grain ECDs compatible with achieving aim speed require- 
ments. J 

[0074] Emulsion tabularity increases markedly with reductions in tabular grain thickness. It is generally preferred 
that aim tabular grain projected areas be satisfied by thin (t < 0.2 micrometer) tabular grains. To achieve the lowest lev- 
els of granularity it is preferred that aim tabular grain projected areas be satisfied with ultrathin (t < 0 07 micrometer) 
tabular grains. Tabular grain thicknesses typically range down to 0.02 micrometer. However, still lower tabular grain 
thicknesses are contemplated. For example, Daubendiek etal. U.S. Patent 4,672,027 reports a 3 mol percent iodide 
tabular gram silver bromoiodide emulsion having a grain thickness of 0.017 micrometer. Ultrathin tabular grain hiqh 
chloride emulsions are disclosed by Maskasky U.S. 5,217,858. 

[0075] As noted above tabular grains of less than the specified thickness account for at least 50 percent of the total 
grain projected area of the emulsion. To maximize the advantages of high tabularity it is generally preferred that tabular 
grains satisfying the stated thickness criterion account for the highest conveniently attainable percentage of the total 
grain projected area of the emulsion. For example, in preferred emulsions, tabular grains satisfying the stated thickness 
cnteria above account for at least 70 percent of the total grain projected area. In the highest performance tabular grain 
emulsions, tabular grains satisfying the thickness criteria above account for at least 90 percent of total grain projected 
area. 

Suitable tabular grain emulsions can be selected from among a variety of conventional teachings, such as those of the 
following: Research Disclosure. Item 22534, January 1983, published by Kenneth Mason Publications, Ltd Emsworth 
Hampshire P010 7DD, England; U.S. Patent Nos. 4,439,520; 4,414,310; 4,433,048; 4 643 966' 4 647 528- 4 665 012 : 
4,672,027; 4,678,745; 4,693,964; 4,713,320; 4,722,886; 4,755.456; 4,775,617; 4,797,354; '4 801 522'' 4 806461 : 
4,835,095; 4,853,322; 4,914,014; 4,962,015; 4,985,350; 5,061,069 and 5.061,616. Tabular grain emulsions consisting 
predominantly of silver chloride are useful and are described, for example, in U.S. 5,310,635; 5,320,938; and 
5,356,764. 

[0076] In their most widely used form tabular grain emulsions are high bromide {111} tabular grain emulsions Such 
emulsions are illustrated by Kofron et al U.S. Patent 4,439,520, Wilgus et al U.S. Patent 4,434,226 Solberg et al U S 
Patent 4,433,048. Maskasky U.S. Patents 4,435,501, 4,463,087 and 4,173,320, Daubendiek et al US Patents 
4.414,310 and 4,914,014, Sowinski et al U.S. Patent 4,656,122, Piggin et al U.S. Patents 5,061,616 and 5 061 609 
Tsaur et al U.S. Patents 5,147,771, 5,147,772, 5,147,773, 5,171,659 and 5.252,453, Black et al 5 219 720* and 
5,334,495, Delton U.S. Patents 5,310,644, 5,372,927 and 5,460,934, Wen U.S. Patent 5,470,698 Fenton et alU S Pat- 
ent 5,476,760, Eshelman et al U.S. Patents 5,612,175 and 5.614,359, and Irving et al U.S. Patent 5,667,954. 
[0077] Ultrathin high bromide {111} tabular grain emulsions are illustrated by Daubendiek et al US Patents 
4,672,027, 4,693,964, 5,494,789, 5,503.971 and 5,576,168, Antoniades et al U.S. Patent 5,250,403 Olm et al U S Pat- 
ent 5,503,970, Deaton et al U.S. Patent 5,582,965, and Maskasky U.S. Patent 5,667,955. 

[0078] High bromide {100} tabular grain emulsions are illustrated by Mignot U.S. Patents 4,386,156 and 5,386,156 
[0079] High chloride {111} tabular grain emulsions are illustrated by Wey U.S. Patent 4 399 215 Wey et al U S Pat 
ent 4,414,306. Maskasky U.S. Patents 4,400,463, 4,713,323, 5,061,617, 5,178,997, 5,183,732, 5 185 239 5 399 478 
and 5,411,852, and Maskasky et al U.S. Patents 5,176,992 and 5,178,998. Ultrathin high chloride {111} tabular grain 
emulsions are illustrated by Maskasky U.S. Patents 5,271 ,858 and 5,389,509. 

[0080] High chloride {100} tabular grain emulsions are illustrated by Maskasky U.S. Patents 5 264 337 5 292 632 
5,275.930 and 5,399,477, House et al U.S. Patent 5,320,938, Brust et al U.S. Patent 5,31 4,798, Szajewski et al W 
Patent 5,356,764, Chang et al U.S. Patents 5,413,904 and 5.663.041, Oyamada U.S. Patent 5 593 821 Yamashita et 
al U.S. Patents 5,641 .620 and 5,652,088, Saitou et al U.S. Patent 5,652,089, and Oyamada et al U.s" Patent 5 665 530 
Ultrathin high chloride {100} tabular grain emulsions can be prepared by nucleation in the presence of iodide 'followino 
the teaching of House et al and Chang et al, cited above. ' 
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lurfaL ™ n 66 surface - sens ' ,,ve em ^ons, i.e.. emulsions that form latent images primarily on the 

2 , 9ra, -7; ^ 6 emU f ,0nS ** ne 9a«ve-working emulsions, such as surlace-sensitive emulsions or 
untagged internal latent ,mage-form.ng emulsions, or direct-positive emulsions of the untagged, internal latent imaoe- 
formmg type, wh.ch are positive-working when development is conducted with uniform light exposure or in the presence 
of a nucleatmg agent. Tabular grain emulsions of the latter type are illustrated by Evans et al. U.S. 4,504 570 
ESS .=>. P , h0t09raphi ' e,ert1 f ts <* n be ex P° sed t0 acUni c radiation, typically in the visible region of the spectrum, to 
ZZL J2 3 ,T b ? Pr ° CeSSed l ° form 3 ViSible ^ ima9e - Processln 9 to fo ™ a ^ible dye image 
* 7 9 . ^ elemenl W " h 3 C ° ,0f devel0pin9 a9ent t0 reduca developable silver halide and oxi- 

7r developin9 a9ent 0xidized «*» developing agent in turn reacts with the coupler to yield a dye 
ES2 « ne9 f ve ; WOr !: i " 9 silver halide - ,he P rocessi "9 step described above provides a negative image. One 
type of such element, referred to as a color negative film, is designed for image capture. Speed (the sensitiviW of the 
element to low light conditions) is usually critica. to obtaining sufficient image ir isucl! , elemente.1uch 

S'Sl-Tro^T^ 8 r ? Pr0CeSS6d ' ** ^ in kn0W " «*» n ^ Passes such ast 
Kodak C-41™ process as descnbed in The British Journal of Photography Annual of 1988. pages 191-198 If a color 

negabve film element is to be subsequently employed to generate a viewable projection print as for a motion picture a 
SZSJf* 38 5 6 ^ 3k , ECN - 2 ~ Pr0C6SS d6SCribed H ' 24 Manual availabla *™ Kodak Co P Cbe 

SesSnds e93 ^ 

Sf 4 ! h 7,16 ph0,09raphic elemem of ,he can be incorporated into exposure structures intended for 

2?2r °h n P ° SUre 1 f Ur6S in,ended for Hmited US9 ' Vari0USly referred ,0 bv names such as -single use cam- 
eras . lens with film", or "photosensitive material package units". 

[0085] A reversal element is capable of forming a positive image without optical printing. To provide a positive (or 

dZSl'™^ •? C0 ^ r | d f Ve ! 0Pmen, St6P iS Preceded by developmem with a nc^wnJU* 'devefoJS agtn.fo 
1, P hT ^ '"I?' I 3 "'!' bUl n ° l form dye ' and fo,,0wed bv uniform, y **** * a e'^en. to render unexposed sil- 
ver hal.de developabte. Such reversal emulsions are typically sold with instructions to process using a color reversal 
process such as Une Kodak E-6™ process. Alternative, a direct positive emulsion can be employed to obSn a Se 

[0086] The above emulsions are typically sold with instructions to prc>cess using me appropriate memod such as 
30 the mentioned color negative (Kodak C-41™) or reversal (Kodak E-6™) process. einuasucnas 
[0087] Preferred color developing agents are p-phenylenediamines such as: 

4-amino-N,N-diethylaniiine hydrochloride, 
4-amino-3-methyl-N,N-diethylaniline hydrochloride, 

4-amino-3.methyl-N-ethyl-N-(2.methanesulfonamidoethyl)aniline sesquisulfate hydrate 
4-amino-3-methyi-N-ethyl-N-(2-hydroxyethyl)aniline sulfate, 
4-amino-3-(2-methanesulfbnamidoethyl)-N,N-diethylaniline , hydrochloride, and 
4-amino-N-ethyl-N-(2-methoxyethyl)-/77-toluidine di-p-toluene sulfonic acid. 

2 M ? , ^ e /o ab ° V !' devel opers based on 4.amino-3-methyl-N^hy|.N-(2-hydroxyethyl)aniline and 4.amino-3- 
methyl-N^thyl : N-(2-methanesulfonam,doethyl)aniline are especially preferred. Moreover, because the compounds of 
the invention give increased light sensitivity, they are especially useful in processes that have shortened development 
times. In particular, the film elements of the invention can be processed with development times of less than 3 25 min- 
utes or even less than 3 minutes or in extreme cases; even less than 120 seconds 

ESI JJSEXSSff by the conventional steps of bleachin9 - fixin9> or b,each - fixin9 - ,0 remove 
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Synthesis Examp le 

Preparation of Coupler A: 
5 [0090] 
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I0 ?mI /.nl^o T 1 ™ (29ml ' 20Bmrr)O ^ was added to a sti ™ d suspension of compound CC-1 (25.00g, 69.35mmol) 
and (1 ) (40.91g, 69.35mmol) in dry DMF (200 ml) causing the solids to dissolve. The solution was heated at 60C for 4h 

M^^^«5r? 'tk 000 ' t0 r °° m tempera,ure added wlth sti ™9 to wat *' (31) containing concentrated 
^drochlonc aad (280ml). The aqueous solution was decanted away from the solid which was then dissolved in ether 
(500ml) The organic solution was washed with water (3x300ml), dried (magnesium sulfate) and concentrated in vacuo 
The residual oil was purified by column chromatography over silica gel (eluent first 9:1: petrol ether/ethyl, acetate then 
4:1 petrol ether/ ethyl acetate). This* gave the coupler A (25.15g. 27.5mmol, 40%) as a brown glass. 

Photographic Example 

[0092] A single layer film demonstrating the invention was produced by coating the following layers over a gelatin 
pad of 2.7 on a cellulose triacetate film support (coverage are in grams per meter squared). The imaging layer was 
coated by combining immediately before coating two separate melts (A and B) in a 1:1 ratio. 

Example SL-1: 
Layer 1 (Imaging Layer): 
[0093] 

Melt A: gelatin at 1 .62 and yellow image coupler Y-1 at 0.87. 

Melt B: gelatin at 1 .62 and a blend of two blue sensitized silver iodobromide emulsions at a total of 0.972. 
Layer 2 (Overcoat): gelatin at 5.4 and 0.204 of bis-vinylmethylsulfonemethylether hardener. 

[0094] Example SL-2 was prepared like SL-1 except 0.039 of CC-1 (dispersed in twice its weight of N N-dibutyllau- 
H G n Too a ?M e M t l Me,t A ' EX3rpPle SL " 3 h3d 0 078 0f N'N-^utyllauramide (dispersed in gel) added to Melt A SL- 
f m , ; ~ N,N-dibutyllauramide (dispersed in gel) added to Melt A. SL-5 had 0.099 of inventive coupler A added 
to Melt A Counter A is coated equimolar to CC-1. Examples SL-6 through SL-1 0 were prepared like SL-1 through SL- 
5 except Melts A and B were mixed together at 40 degrees C for 1 hour before coating, a condition which is typical of 
so manufactunng conditions. jh»^' wi 

[0095] These film were exposed and processed in the KODAK FLEXICOLOR™ (C-41 ) process as described in Brit- 
ish Journal of Photography Annual, 1988, pp 196-198 except the time of development was 2.25 minutes. The short 
process time with these single layer films better approximates the reduced developability of the same emulsions in mul- 
flayer films RelaUve speed or light sensitivity (given in terms of fraction of a stop) was determined by comparing the 
55 exposure point +0.15 density units above Dmin to the check position without addenda under the given exposure condi- 
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Table 1 



Single Layer Results 


Example 


Comp/lnv 


Addenda 


Blue Dmin 


Relative Blue Speed 


SL-1 


Comp 


~ 


0.106 


(check) 


CI «"» 

5L-2 


Comp 


CC-1 


0.113 


±0.27 


SL-3 


Comp 


N,N-dibutyllauramide 


0.116 


-0.07 


SL-4 


Comp 


N,N-dibutytlauramide 


0.204 


-0.30 


SL-5 


Inv 


Coupler A 


0.113 


+0.13 


SL-6 


Comp 




0.103 


(check) 


SL-7 


Comp 


CC-1 


0.079 


-1.33 


SL-8 


Comp 


N,N-dibutyllauramide 


0.095 


-0.03 


SL-9 


Comp 


N,N-dibutyllauramide 


0.151 


-0.20 


SL-10 


Inv 


Coupler A 


0.093 


+0.10 



[0096] The results shown In Table 1 clearly show that only the coupler of invention increases the speed of the film 
and avoids speed loss when the speed addenda are held together in the presence of silver halide emulsions. In partic- 

25 ular, comparison of SL-7 (free HSM mixed with silver halide emulsion for 1 hr at 40 °C) to SL-2 (free HSM mixed with 
emulsion just prior to coating) shows a large loss in speed that does not occur with the invention (compare SL-10 to SL- 
5). Similar speed losses were obtained with other types and classes of free HSM in this format. 
[0097] Multilayer films demonstrating the principles of this invention were produced by coating the following layers 
on a cellulose triacetate film support (coverage are in grams per meter squared, emulsion sizes as determined by the 

30 disc centrifuge method and are reported in Diameter x Thickness in micrometers). 

Example ML- 1: 



[0098] 

35 

Layer 1 (Antihalation layer): gelatin at 1.62, colloidal gray silver at 0.15 1, DYE-1 at 0.01 3 r DYE-3 at 0 108 DYE-4 

at 0.037 and UV-1 and UV-2 each at 0.076. 

Layer 2 (Interlayer)': gelatin at 0.54 and ILS-1 at 0.076. 

Layer 3 (Slow cyan layer): a blend of two red sensitized (all with a mixture of RSD-1 and RSD-3) silver iodobromide 
40 emulsions: (i) a large sized iodobromide tabular grain emulsion (1.25 x 0.124,4.1 mole % I) at 0.3 13, (ii) a smaller 
iodobromide tabular emulsion (0.74 x 0.12, 4.1 mole % I) at 0.266, cyan dye-forming coupler C-1 at 0.228, C-2 at 
0.364, bleach accelerator releasing coupler B-1 at 0.081, masking coupler MC-1 at 0.032 and gelatin at 1.67. 
Layer 4 (Mid Cyan Layer): a red-sensitized sensitized (all with a mixture of RSD-1 and RSD-3) iodobromide tabular 
emulsion (2.25 x 0.125, 3.1 mole % I) at 1.177, C-2 at 0.211, DIR-5 at 0.01 1, DIR-6 at 0.011, ILS-1 at 0.011 and 
45 gelatin at 1.62. 

Layer 5 (Fast Cyan layer): a red-sensitized sensitized (with a mixture of RSD-1 and RSD-3) iodobromide tabular 
emulsion (4.05 x 0.13.3.7 mole % I) at 1.295, C-2 at 0.227, DIR-5 at 0.0.022, DIR-6 at 0.025, ILS-1 at 0.014 and 
gelatin at 1 .49. 

Layer 6 (Interlayer): ILS-1 at 0.076 and gelatin at 0.54. 

so Layer 7 (Slow magenta layer): a blend of two green sensitized (both with a mixture of GSD-1 and GSD-2) silver 
iodobromide tabular emulsions: (i) 0.88 x 0.12, 4.1 mole % iodide at 0.539 and (ii) 1.2 x.0.12, 4.1 mole % iodide at 
0.336, magenta dye forming coupler M-1 at 0302, masking coupler CM-2 at 0.076, and gelatin at 1.188. 
Layer 8 (Mid Magenta Layer): a green sensitized (with a mixture of GSD-1 and GSD-2) silver iodobromide tabular 
emulsion: (2.85 x 0.116, 3.6 mole % iodide) at 0.972, M-1 at 0.103, CM-2 at 0.086, DIR-7 at 0.011 and gelatin at 

55 1.566. 

Layer 9 (Fast Magenta Layer): Two melts mixed together at a 1 :1 ratio immediately before coating: Melt A contain- 
ing gelatin at 0.54 and M-1 at 0.084 and Melt B containing gelatin at 1.08, DIR-7 at 0.003 and a green sensitized 
(with a mixture of GSD-1 and GSD-2) silver iodobromide tabular emulsion (3.95 x 0.14, 3.6 mole % iodide) at 1 .296. 
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Layer 10 (Yellow filter layer): ILS-1 at 0.076, YFD-1 at 0.108 and gelatin at 0.81. 

Layer 1 1 (Slow Yellow Layer): a blend of three blue sensitized (all with BSD-1 ) tabular silver iodobromide emulsions 
(i) 0.54 x 0.086, 1 .3 mole % I at 0.395, (ii) 0.96 x 0.26, 6 mole % I at 0.233, (iii) ) 1 .03 x 0.1 3, 1 .5 mole % I at 0 081 
yellow dye forming coupler Y-2 at 0.735, DIR-3 at 0.027, B-1 at 0.003 and gelatin at 1 .62. 
Layer 12 (Fast Yellow Layer): a blue sensitized (with BSD-1 ) tabular silver iodobromide emulsion (2.9 x 0.13,4.1 
mole % I) at 0.414 and a 3D silver iodobromide emulsion (1.4 diameter, 14 mole % I) at 0.905, Y-2 at 0 426 DIR-3 
at 0.027, B-1 at 0.01 1 and gelatin at 1 .706. 

Layer 13 (Protective Overcoat and UV Filter Layer): silver bromide Lippman emulsion at 0.216, UV-1 and UV-2 both 
at 0. 1 08, gelatin at 1 .242 and bis(vinylsulfonyl)methane hardener at 1 .75% of total gelatin weight. 

[0099] Surfactants, coating aids, emulsion addenda, sequestrants, thickeners, lubricants, matte and tinting dyes 
were added to the appropriate layers as is common in the art. Unless otherwise noted, the comparative or inventive 
examples were dispersed in twice their own weight of N,N,-dibutyllauramide and were added to Melt A of Layer 9 at 
0.082 mmoles/m 2 . 

[0100] Structures of the materials used in these photographic coatings are as follows: 



OH O OCj^j-n 



20 



25 



30 



35 



40 



45 



50 
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DIR-2: ci 



DIR-3: 



DIR-4: 



D1R-5: 
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B 

45 



50 



40 



EP 1 072 952 A1 




41 



EP 1 072 952 A1 



10 



15 



20 



25 



Y-2: 



YFD-1: 



UV-1: 




H — C$H 13 -n 



30 



35 



NC 



UV-2: /=\ V~ COjC^ 



[0101] The structures of the comparative compounds (along with the ClogP values of the released fraqmenO 
40 follows: 



are as 



45 



50 



CCA: 
(7.84) 



< 




OCH 2 CH-C 6 H 13 -n 
CeHx7-n 
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15 [0102] These multilayer coatings were given the indicated stepped exposure and processed in the KODAK FLEXI- 
COLOR™ (C-41) process as described in British Journal of Photography Annual, 1988, pp 196-198. Relative speed or 
light sensitivity (given in terms of fraction of a stop) was determined by comparing the exposure point +0.15 density 
units above Dmin to the check position without addenda under the given exposure condition (neutral = all 3 layers 
exposed at same time; G Only = only the green layer exposed using an appropriate green WRATTEN 74 filter). A larger, 

20 more positive number implies increased speed; a negative number implies a loss in sensitivity. Granularity of the green 
layer in a neutral exposure was determined by the RMS method (see The Theory of the Photographic Process, 4 th Edi- 
tion, T.H. James, pp 625-628) using a 48 micrometers aperture at the density 1.2 log exposure units from the speed 
point defined above. 



25 

Table 2 



30 





Multilayer Results 


Sample 


Comp/lnv 


Addenda to Layer 9 


Speed of Neutral 


Speed of G Only 


Granularity 


ML-1 


Comp 








17.3 


ML-2 


Comp 


Y-1 


+0.03 


+0.03 


18.6 


ML-3 


Comp 


CC-2 


-0.37 


-0.43 


15.5 


ML-4 


Inv 


Coupler A 


+0.10 


+0.13 


17.8 



[0103] As demonstrated by the data in Table 2, only the coupler used in the invention gives enhanced photographic 
response to light while minimizing granularity relative to couplers that release fragments that fall outside the scope of 
the invention. In a similar experiment as described for the single layers, multilayer coatings with free HSMs like CC-1 
40 showed a increase in speed when added just prior to coating but a speed loss if added directly to the silver halide emul- 
sion and held before coating. 



Claims 



45 1 . A color photographic element comprising at least one light sensitive silver halide emulsion layer having associated 
therewith a coupler according to Formula I: 

COUP - (TIME) n - HSM (I) 

so wherein: 



COUP is an organic fragment which reacts with oxidized developer to release - (TIME^ - HSM, 
TIME is an optional timing group or linking group which connects HSM to COUP at the site of reaction with oxi- 
dized developer, 
55 n=0,1 or 2, and 

HSM is a compound having a minimum of three heteroatoms and having a ClogP sufficient to increase the 
speed of said element compared to the same element without the coupler. 
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2. The color photographic element of Claim 1 in which the silver halide is silver iodobromide. 

3. The color photographic element of Claim 2 in which the silver iodobromide has maximum spectral sensitivity to light 
with wavelength between 500 and 600 nm. 

4. The color photographic element of any one of Claims 1 -3 in which HSM is a heterocycle. 

5. The color photographic element of Claim 4 in which HSM is a bicyclic nitrogen heterocycle that does not contain 
any sulfur or oxygen atoms as part of the ring system. 

6. The color photographic element of Claim 4 in which HSM of the coupler is a monocyclic nitrogen heterocycle that 
contains at least two nitrogen atoms and at most, only one oxygen or sulfur atom as part of the ring system. 

7. The color photographic element of Claim 1 in which HSM of the coupler is a 1 ,3,4,6-tetraazaindene (purine) with a 
15 ClogPofatleast6.2. 

8. The color photographic element of Claim 7 in which the coupler has the structure according to Formula Ita or lib: 



10 



20 



25 



30 



COOP 

I 

(TIME) n 



/VV j <tY^ 

Ri ^xj vy 

(Da) «** (lib) 



wherein R 3 is an alkyl, aryl, alkyloxy, aryloxy, alkylthio. arylthio, sulfonyl, sulfoxyl, secondary or tertiary amino group, 
carbonamido group or an sulfonamido group. 

9. The color photographic element of Claim 1 in which the coupler has the structure according to Formula III or IV 

35 . ' 

COUP 

I 

(TXMB) n 
I 



40 



45 



50 



55 



K ^*2 

rx 




wherein R 3 is an alkyl, aryl, alkyloxy, aryloxy, alkylthio, arylthio, sulfonyl, sulfoxyl, secondary or tertiary amino group, 
carbonamido group or an sulfonamido group. 

10. The color photographic element of Claim 1 in which the coupler has a structure selected from Formula Va Vb Via 
orVlb: 
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COOP 
I 



5 



10 



15 



20 




where X is oxygen or sulfur and R 4 and R 5 are independently hydrogen or an alkyl f phenyl, alkyloxy, aryloxy, 
alkylthio, arylthio, sulfoxide, sulfone, sulfamoyl, halo, cyano, nitro group, an -O-CO- group, an -0-S0 2 - group, a het- 
erocyclic group, a carbonyl group or an amino group. 

30 

11. The color photographic element of any one of Claims 1-10 in which the photographic element contains a plurality 
of layers of the same spectral sensitivity but of differing light sensitivity and the coupler is located in the most light 
sensitive layer of such layers. 

35 12. The color photographic element of any one of Claims 1-1 1 wherein the coupler is dispersed in an organic solvent 
that has a ClogP of 5.0 and a beta of 0.4 or more. 
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